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Amendment* to the Claims 

The following lists all pending claims as amended. 

1. (Currently Amended) *n-an An anionic electrophoretic coating method comprising: m 
w hinh n conductivo cubctroto in contacted w it h an 

firpviding a basic electrophoretic coating bath eempestton nnd an olootrio current 
iff im pnrrrr l th c ro oi, to dep o sit a coating o n tho anodo In th n hn th, tho i mprov o m c nt 
n n m p riring the seating u n n p uuU i u n being of an equilibrated water based emulsion of 
ionic polymeric partielee na noparticles having an ave^n* of nanomotrio particle size ef 
between 10 and 100 nm 4 -and having a pH of 7.8 to 9 X a*d a conductivity of 800-1500 
pS/cm and containing about 1 % or less of organic solvents 
submerging the conducti ve work plac e in the bath; anri 

applying a current to the conductive workoiece such that a coating nf 
nanopartides f orms ttwgnn 

2. (Currently Amended) The coating method aiming tn n aim < t ^ r ein the averaOB 
particle size is about 50 nanometers 

3. (Currently Amended) The method according to claim 4 2, wherein the coating bath 
composition has a pH of 7.9 to 8.5 and a conductivity of 800 to 1300 uS/cm''. 

4. (Currently Amended) The method according to claim 4 2, wherein the coating bath 
composition does not contain an electrophoretically coatable pigment. 
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5. (Currently Amended) The method according to claim 4 2, wherein the coating bath 
composition contains an electrophoretically coatable pigment. 

6. (Currently Amended) The method according to claim 4 2, wherein the coating bath 
composition contains about 1 to 30 weight percent solids. 

7. (Currently Amended) The method according to claim 4 2, wherein the coating is 
effected at room temperature employing a driving voltage of about 10 to 30 volts for 
about 15 to 60 seconds. 



8. (Currently Amended) The method according to claim 4 2, wherein the coating formed 
is baked. 



9. (Currently Amended) The method according to claim 8, wheroin the baking ie offootod 
takes place at a temperature of about 1 00 to 1 80'C for about 20 to 30 minutes. 

10. (Original) The method according to claim 8, wherein the coating bath composition 
does not contain an electrophoretically coatable pigment. 

11. (Original) The method according to claim 8, wherein the coating bath composition 
contains an electrophoretically coatable pigment. 
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12. (Currently Amended) The method according to claim 3 2, wherein the coating bath 
composition contains about 1 to 30 weight percent solids. 



13. (Currently Amended) The method according to claim 12, wherein the coating is 
effected occurs at room temperature empteyiRg aj a driving v/ottage of about 10 to 30 
volts for about 15 to 60 seconds. 

14. (Currently Amended) The method according to claim 13, at wherein tho coatifig 
fernied io bakod additionally ^nmpri^p q pakfna the mating 



15. (Currently Amended) The method according to claim 14, wherein the baking 
effeetee occurs at a temperature of about 100 to 180°C. for about 20 to 30 minutes. 



is 



16. (Currently Amended) The method according to claim 15. wherein the coating bath 
eempesitfefi does not contain an electrophoretically coatable pigment. 

17. (Currently Amended) The method according to claim 16, wherein the coating bath 
GOFRpeertisn contains an electrophoretically coatable pigment. 
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